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2.  What is pitch prepared with to make it less brittle and more
adhesive?

Plaster of Paris and tallow are mixed with melted pitch.

3.  What is used to hold the prepared pitch?

There are several methods of holding the pitch. A chaser's
bowl or, for smaller work, a chaser's block.

4.  How is the chaser's bowl held steady while working?

The chaser's bowl is held on a padded leather holder filled
with sand, or a collar made of heavy leather belting riveted
together, or a coil of rope bound together with leather. The
bowl set in this may be moved at any angle.

5.  How is the pitch block held?

The pitch block is held in the jaws of a table vise or in an
engraver's ball.

S. Why is prepared pitch the best material to beat against?

Prepared pitch is adhesive, also it supports the metal satis-
factorily while being worked, and though firm it is suffi-
ciently plastic to produce a design in relief and of good
texture.

7. What other materials can be used to beat against?

For low relief, hardwood closely grained, a lead block, or
thick cork linoleum.

3. // the metal has been raised in high relief, how should the
metal be placed on the pitch to be modeled?
Rub vaseline in the hollow places which have been raised
in the metal and pour in melted pitch; when cool rub the
same side of the metal with vaseline and place on the pitch.
Warm both metal and pitch and press the metal into the
pitch.

X Why is the handle of the repousse hammer slender near the
head of the hammer and thick and pear-shaped on the hold-
ing end?